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© Semiconductor device having a trench for device isolation and method of fabricating the same. 



© A device-isolating trench (28) having a taper at 
its upper portion is formed in a silicon semiconduc- 
tor substrate (22). Then, a silicon oxide film (32) is 
formed on the inner wall of the trench (28) and the 
surface of the semiconductor substrate (22) near the 
trench (28) by an oxidizing method, and polycrystal- 
line silicon (33) is buried in the trench (28). 
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The present invention relates to a semiconduc- 
tor device in which device isolation is made by a 
trench formed in a semiconductor substrate, and a 
method of fabricating the same. 

Conventionally, device isolation using such a 
trench is carried out in the following manner. 

As shown in Fig. 1 A, a trench 1 1 is formed in a 
semiconductor substrate 12, and a thin oxide film 
13 is formed on the inner wall of the trench 11. A 
nonoxide film 14 is then formed only on a device 
region 15. 

Then, with the nonoxide film 14 used as a 
mask, the resultant structure is subjected to an 
oxidization treatment to form a thick oxide film 16 
on the surface of the device region 1 5 except on a 
part thereof, as shown in Fig. 1 B. 

Thereafter, polycrystalline silicon is buried in 
the trench 11 where the oxide film 16 is formed, 
followed by flattening of the top surface of the 
polycrystalline silicon, deposition of a cap oxide 
film, and so forth, thereby providing the device 
isolation. 

According to this conventional method, the wall 
of the trench 11 and the surface of the substrate 12 
define almost right angles at an upper corner por- 
tion 17 of the trench 11, as shown in Rg. 1B. At 
the time the thick oxide film 16 is formed, there- 
fore, thermal stress is concentrated on the corner 
portion 17 at the oxidization time, or so is stress 
originated from expansion of volume or the like. 
This causes dislocation in the oxide film 16 near 
the corner portion. 

This dislocation impairs the device isolation 
characteristic and the characteristic of a device 
formed in the device region. For instance, if bipolar 
transistors are respectively formed in multiple de- 
vice regions, the dislocation results in an increase 
in leak current between the collectors of the in- 
dividual transistors and deterioration of the current 
amplification factor. In other words, since the pres- 
ence of dislocation to a certain degree increases 
the recombination current, the device characteristic 
and the device isolation characteristic are deterio- 
rated. 

It is therefore an object of the present invention 
to provide a semiconductor device, which can sup- 
press the occurrence of dislocation in an oxide film 
at the upper corner portion of a trench for device 
isolation and can thus improve the characteristic of 
. a device formed in a device region as well as the 
device isolation characteristic, and a method of 
fabricating the same. 

According to one aspect of the present inven- 
tion, there is provided a method of fabricating a 
semiconductor device, which comprises a first step 
of forming a device-isolating trench with a taper at 
an upper portion thereof, in a semiconductor sub- 
strate; and a second step of forming an oxide film 



on an inner wall of the trench and a surface of the 
semiconductor substrate near the trench by an 
oxidizing method. 

According to another aspect of the present 

5 invention, there is provided a semiconductor device 
comprising a semiconductor substrate; a device- 
isolating trench formed in the semiconductor sub- 
strate; and an insulating film so formed as to cover 
an inner wall of the trench and a surface of the 

70 semiconductor substrate near the trench, with a 
radius of curvature of 0.1 urn or greater at an 
upper comer portion of the trench. 

This invention can be more fully understood 
from the following detailed description when taken 

/5 in conjunction with the accompanying drawings, in 
which; 

Figs. 1A and 1B are cross-sectional views of 
individual steps of a conventional method of 
fabricating a semiconductor device; 

20 Figs. 2A to 2H are cross-sectional views of 
individual steps of a conventional method of 
fabricating a semiconductor device according to 
the first embodiment of the present invention; 
Rg. 3 is a perspective view illustrating the struc- 

25 ture of a bipolar transistor fabricated by the 
method according to the first embodiment; 
Rgs. 4A to 4E are cross-sectional views of in- 
dividual steps of a conventional method of 
fabricating a semiconductor device according to 

30 the second embodiment of the present inven- 
tion; and 

Rg. 5 is a diagram illustrating the characteristic 
of the semiconductor devices fabricated by the 
methods according to the first and second em- 
35 bodiments. 

Preferred embodiments of the present inven- 
tion will now be described referring to the accom- 
panying drawings. 

Rrst, a silicon oxide film 21 is formed on the 
40 whole surface of a silicon semiconductor substrate 

22 by a thermal oxidizing method, and a silicon 
nitride film 23 is then formed on the oxide film 21 . 
as shown in Rg. 2A. Subsequently, a silicon oxide 
film 24 is deposited on the silicon nitride film 23 by 

45 a CVD (Chemical Vapor Deposition) method, fol- 
lowed by coating of a photoresist on the entire 
surface of the resultant structure. The photoresist is 
then subjected to pattern exposure and developing 
processing, thus forming photoresist mask 25. 

so Next, by using an isotropic etching method, 
such as RIE (Reactive Ion Etching), with the mask 
25, the silicon oxide film 24 and silicon nitride film 

23 are selectively removed. Subsequently, by us- 
ing an isotropic etching method, such as a wet 

55 etching method involving a mixture of a hydrofluric 
acid and a nitric acid, the underlying substrate 22 
is further removed about 0.5 urn, forming a trench 
26 in the substrate 22. It is to be noted that, as the 
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isotropic etching method, a plasma etching method 
called "CDE (Chemical Dry Etching)" may replace 
the wet etching method. 

Then, by using the isotropic etching method, 
such as a wet etching method involving a mixture 
of isopropyl alcohol, KOH and water, with the mask 
25, the substrate 22 at the upper portion of the 
trench 26 is etched, forming a taper portion 27 in 
the substrate 22, as shown in Fig. 2B. 

Next, the trench 26 is further etched by an- 
isotropic etching, such as RIE, thereby forming a 
trench 28, 5 to 7 um deep, as shown in Fig. 2C. 

Fig. 2D illustrates multiple trenches 28 formed 
through the above-described individual steps. 
These trenches 28 isolate individual device regions 
29 from one another. 

Then, after the resist mask 25, silicon oxide 
film 24. silicon nitride film 23 and silicon oxide film 
21 are removed, the resultant structure is subjected 
to thermal oxidization at 950* C in the environment 
of a gas mixture of H 2 and O2, forming a silicon 
oxide film 30 having a thickness of about 0.05 um 
on the surface of the semiconductor substrate 22 
and the inner wall of the trench 28, as shown in 
Fig. 2E. Subsequently, a silicon nitride film 31 is 
deposited 0.05 to 0.15 um thick on the entire 
surface of the resultant structure at 780* C by a low 
pressure CVD method. The silicon nitride film 31 is 
selectively etched to remain on each device region 
29 by a plasma etching method. The remaining 
silicon nitride film 31 is to be used as a nonoxide 
film in the subsequent step. 

Next, as shown in Rg. 2F, by a wet oxidizing 
method using the nonoxide film (silicon nitride film 
31) as an oxidization-resistant mask, a silicon oxide 
film 32 is formed about 0.8 um thick on part of 
each device region 29 where the silicon nitride film 
31 is not formed, and the inner wall of each trench 
28. Fig. 2G presents an enlarged illustration of one 
of the trenches after the above step has been 
completed. 

Then, after the silicon nitride film 31 is re- 
moved, polycrystalline silicon 33 is buried in each 
trench 28 and its surface is flattened, followed by 
formation of a thin cap oxide film 34 on the trench 
28, as shown in Fig. 2H. 

Thereafter, a bipolar transistor having, for ex- 
ample, an N type emitter region E, a P type base 
region B and an N type collector region C, is 
formed in each device region 29 by a known meth- 
od, as shown in Rg. 3. Referring to Fig. 3, the 
substrate 22 has a three-layer structure including a 
P type region 41, an N* type buried region 42 and 
an N type epitaxial region 43, It is to be noted that 
a P type region 44 is formed in the bottom of 
each trench 28 by an ion implantation method or 
diffusion method before the polycrystalline silicon 
33 is buried therein. 



According to the method of the first embodi- 
ment, the taper portion 27 is formed in the sub- 
strate 22 at the upper portion of the trench 28 at 
the time the step illustrated in Fig. 2B is executed, 

s and the resultant structure is subjected to oxidiza- 
tion in the subsequent step, thereby forming the 
silicon oxide film 32. In forming the silicon oxide 
film 32, therefore, an upper corner portion of the 
trench 28 will be shaped round with some radius of 

70 curvature, not square, as shown in Rg. 2G. 

It is therefore possible to relax the concentra- 
tion of thermal stress on the corner portion at the 
oxidization time, or the concentration of stress 
originated from expansion of volume or the like 

15 thereon. This suppresses the occurrence of dis- 
location near the corner portion of the trench, which 
has been a bottleneck in the prior art, thus ensur- 
ing improvement of the device isolation characteris- 
tic and the characteristic of a device formed in 

20 each device region. 

A method according to the second embodi- 
ment of the present invention will be described 
below referring to Figs. 4A to 4E. 

Rrst. as in the case illustrated in Fig. 4A, a 

25 silicon oxide film 21 is formed on the whole surface 
of a silicon semiconductor substrate 22 by a ther- 
mal oxidizing method, and a silicon nitride film 23 
is then formed on the oxide film 21. Subsequently, 
a silicon oxide film 24 is deposited on the silicon 

30 nitride film 23 by a CVD method, followed by 
coating of a photoresist on the entire surface of the 
resultant structure. The photoresist is then sub- 
jected to pattern exposure and developing process- 
ing, thus forming photoresist mask 25. Then, by 

35 using an anisotropic etching method, such as RIE, 
with the mask 25, the silicon oxide film 24, silicon 
nitride film 23 and silicon oxide film 21 are selec- 
tively removed, forming an opening 35. 

Next, a trench 28 is formed 5 to 7 um deep in 

40 the substrate 22 by the RIE using the mask 25, as 
shown in Rg. 4B. This trench isolates the device 
regions from each other as in the case shown in 
Fig. 2D. At the time the etching is performed, a 
polymer 36 is adhered as a reaction product to the 

45 side wall of the trench 28. 

Then, as shown in Fig. 4C, the polymer 36 
adhered to the side wall of the trench 28 is re- 
moved by a wet etching method. At the same time, 
the entire silicon oxide film 24 is removed. That 

so part of the silicon oxide film 21 which is adjacent to 
the trench 28 is also removed. Then, the substrate 
22 at the upper portion of the trench 28 is etched 
using the CDE, thereby forming a taper portion 27 
in the substrate 22. At the same time, the bottom 

55 of the trench 28 is etched, rounding its bottom 
edge portions. 

Then, as shown in Rg. 4D, after the silicon 
nitride film 23 and silicon oxide film 21 are re- 
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moved, the resultant structure is subjected to ther- 
mal oxidization at 950 # C in the environment of a 
gas mixture of hb and O2, forming a silicon oxide 
film 30 having a thickness of about 0.05 um on the 
surface of the semiconductor substrate 22 and the 
inner wall of the trench 28, as per the first embodi- 
ment. Subsequently, a silicon nitride film 31 is 
deposited 0.05 to 0.15 urn thick on the entire 
surface of the resultant structure at 780* C by a low 
pressure CVD method. The silicon nitride film 31 is 
selectively etched to remain on a device region 29 
by a plasma etching method. Then, by a wet 
oxidizing method using the silicon nitride film 31 as 
an oxidization-resistant mask, a silicon oxide film 
32 is formed 0.8 urn thick on part of the device 
region 29 where the silicon nitride film 31 is not 
formed, and the inner wall of each trench 28. At 
this time, as illustrated, the upper corner portion of 
the trench 28 will be shaped round with some 
radius of curvature, R, not square. The oxidization 
is executed so that the radius of curvature, R, 
becomes about 0.1 um. 

Then, after the silicon nitride film 31 is re- 
moved, polycrystalline silicon 33 is buried in the 
trench 28 and its surface is flattened, followed by 
formation of a thin cap oxide film 34 on the trench 
28, as shown in Fig. 4E. 

Thereafter, a bipolar transistor having an emit- 
ter region E, a base region B and a collector region 
C, is formed in each device region 28 by a known 
method, as shown in Fig. 3, as per the first em- 
bodiment. 

According to the method of the second em- 
bodiment too, the taper portion 27 is formed in the 
substrate 22 at the upper portion of the trench 28 
at the time the step illustrated in Fig. 4C is ex- 
ecuted, and the resultant structure is subjected to 
oxidization in the subsequent step, thereby forming 
the silicon oxide film 32. In forming the silicon 
oxide film 32, therefore, the upper corner portion of 
the trench 28 will be shaped round with a radius of 
curvature of about 0.1 um, not square, as shown in 
Fig. 4D. 

In the second embodiment, therefore, it is pos- 
sible to relax the concentration of thermal stress on 
the corner portion at the oxidization time, or the 
concentration of stress originated from expansion 
of volume or the like thereon. This suppresses the 
occurrence of dislocation near the corner portion of 
the trench, which has been a bottleneck in the prior 
art, thus ensuring improvement of the device isola- 
tion characteristic and the characteristic of a device 
formed in each device region. 

Fig. 5 is a characteristic diagram illustrating the 
relationship between the radius of curvature, R, at 
the upper corner portion of the trench 28 and the 
dislocation density when bipolar transistors are 
formed in the device regions of the semiconductor 



substrate isolated by the methods of the first and 
second embodiments. As illustrated, with the radius 
of curvature, R, set 0.1 um or larger, the disloca- 
tion can be suppressed as compared with the prior 

5 art in which R is almost 0. As a result, the device 
isolation characteristic and the characteristic of de- 
vices formed in the device regions can be im- 
proved. The radius of curvature, R, at the upper 
corner portion of the trench 28 is not limited to 

70 about 0.1 um, but can be set larger. It is to be 
noted that the iarger the radius of curvature, R, the 
greater the effect of suppressing the dislocation. 

Claims 

75 

1. A method of fabricating a semiconductor de- 
vice comprising: 

a first step of forming a device-isolating 
trench with a taper at an upper portion thereof, 
20 in a semiconductor substrate; and 

a second step of forming an oxide film on 
an inner wall of said trench and a surface of 
said semiconductor substrate near said trench 
by an oxidizing method. 

25 

2. A method according to claim 1, characterized 
by further comprising a third step of burying 
polycrystalline silicon in said trench. 

30 3. A method according to claim 1, characterized 
in that said first step includes: 

a fourth step of etching said semiconduc- 
tor substrate to form a shallow trench; 

a fifth step of etching said semiconductor 
35 substrate at an upper corner portion of said 
shallow trench in a taper shape; and 

a sixth step of further etching said semi- 
conductor substrate to make a deep trench out 
of said shallow trench. 

40 

4. A method according to claim 3, characterized 
in that with the depth of said shallow trench 
formed in said fourth step being 1, said deep 
trench is formed 10 times as deep as said 

45 shallow trench or deeper in said sixth step. 

5. A method according to claim 3. characterized 
in that said shallow trench is formed 0.5 um 
deep or shallower in said fourth step. 

50 

6. A method according to claim 3, characterized 
in that said deep trench is formed 5 um deep 
or deeper in said sixth step. 

55 7. A method according to claim 3. characterized 
in that said fourth step is performed by an 
isotropic etching. 
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8. A method according to claim 3, characterized 
in that said fifth step is performed by wet 
etching. 

9. A method according to claim 3, characterized 5 
in that said sixth step is performed by an- 
isotropic etching. 

10. A method according to claim 1, characterized 
in that said first step includes: 

a seventh step of etching said semicon- 
ductor substrate to form a deep trench; and 

an eighth step of etching said semiconduc- 
tor substrate at an upper corner portion of said 
deep trench in a taper shape. 

11. A method according to claim 10, characterized 
in that said seventh step is performed by an- 
isotropic etching. 

20 

12. A method according to claim 10, characterized 
in that said eighth step is performed by iso- 
tropic etching. 

1a A semiconductor device comprising: 

a semiconductor substrate; 

a device-isolating trench formed in said 
semiconductor substrate; and 

an insulating film so formed as to cover an 
inner wall of said trench and a surface of said 
semiconductor substrate near said trench, with 
a radius of curvature of 0.1 urn or greater at an 
upper corner portion of said trench. 

14. A semiconductor device according to claim 13, 35 
characterized in that said insulating film has a 
thickness of about 0.8 am. 

15. A semiconductor device according to claim 13, 
characterized in that a bipolar transistor is 40 
formed in a device region isolated by said 
device-isolating trench. 

45 
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© Semiconductor device having a trench for device isolation and method of fabricating the same. 



© A device-isolating trench (28) having a taper at 
its upper portion is formed in a silicon semiconduc- 
tor substrate (22). Then, a silicon oxide film (32) is 
formed on the inner wall of the trench (28) and the 
surface of the semiconductor substrate (22) near the 
trench (28) by an oxidizing method, and polycrystal- 
line silicon (33) is buried in the trench (28). 




F I G. 20 



European Pa«e„« EUROPEAN SEARCH REPORT Nmba 

omct EP 91 10 8691 



DOCUMENTS CONSIDERED TO BE RELEVANT 




Category 


Citation of document with indication, where appropriate, 
of relevant passages 


Relevant 
to claim 


CLASSIFICATION OF THE 
APPLICATION (lat.CLS) 


X 

X 

A 
X 

A 


JOURNAL OF THE ELECTROCHEMICAL SOCIETY, 
vol.135, no. 3, March 1988, MANCHESTER, NEW 
HAMPSHIRE US 
pages 726 - 730 

Y. TAMAKI ET AL. 'EVALUATION OF 
DISLOCATION GENERATION IN U-GR00VE 
ISOLATION.' 

* the whole document * 

IEDM -DECEMBER 13-14-15,1982, 1982, 

NEW-YORK 

pages 62 - 65 

A. HAYASAKA ET AL. 'U-GR00VE ISIOLATION 
TECHNIQUE FOR HIGH SPEED BIPOLAR VLSI'S' 

* the whole document * 

* figure 4 * 

JOURNAL OF THE ELECTROCHEMICAL SOCIETY, 
vol.134, no. 2, February 1987, MANCHESTER, 
NEW HAMPSHIRE US 
pages 481 - 490 

L. 0. WILSON 'OXIDATION OF CURVED SILICON 
SURFACES' 

* page 481, left column, paragraph 1 - 
page 482, left column, paragraph 2; 
figures 2-9.A-1-B4 * 

JAPANESE JOURNAL OF APPLIED PHYSICS, 
SUPPLEMENTS 18TH CONFERENCE ON SOLID STATE 
DEVICES AUGUST 20-22 1986, 1986, TOKYO JA 
pages 303 - 306 

K. IMAI ET AL. 'DECREASE IN TRENCHED 
SURFACE OXIDE LEAKAGE CURRENTS BY 
ROUNDING OFF OXIDATION' 

* the whole document * 


1 

1,2 
15 

13.14 
13,14 


H01L21/76 
H01L21/308 


TECHNICAL FIELDS 
SEARCHED (lnt.Cl.5) 


H01L 


The present search report has been drawn up for all claims 


FUuattestk Da* of coaoMlM of IK mO bun 

THE HAGUE 22 June 1994 VANCRAEYNEST, F 


CATEGORY OF CITED DOCUMENTS T : theory or principle underlying the invention 

E : earlier patent document, but published on, or 
X : particularly relevant If taken alone after the filing date 
Y : particularty relevant tf combined with another D : document cited in the application 
document of the same category L : document cited for other reasons 

A : technological background .. 

0 : non-written disclosure A : member of the same patent family, corresponding 
P : intermediate document document 




European Patent 
Office 



CLAIMS INCURRING FEES ~ ~ | 



The present European patent application comprise* at tne om« of filing more than ten ciatma 

□ 



Ail claim* lees have been paid witnin me presents time limit. The preaem Eurooean search reoort has been 
drawn up lor all claims. 



□ 



Oory pan; ol me claims lees have b«en pud w::nin me prosenbeo ome limit The present c-jropean search 
report has been or own up lor tno first ton ciatma and tor tno&e ciarnvs lor which cteJm* lees nave bean paic. 

namely dajms; 



j j No claims te«s nova been paid wrthin tha pr«jjcrltxs3 ome limit. The pr eaent ruroooan saarcrt reoon has e*on 
drawn uo tor the first ten cieims. 



LACK OF UNITY OF INVENTION 

The Search OMaion considers that me present European potent apphcaUon does not comply with tne reotnromonl ot unify ot 
invention and relates lo sevoral In von I tons or groups of Inventions, 
n ornery: 



See Sheet E. 



Afl turner soarcn tees have oeen paid wrtnin do (bead Ome Bmn. Tno prosani European MSrcM report has 
been drawn uo for aJl downs. 

|"~| Only part ot tne further sea/cn lees have peon paid within the -faced Bme Qcvt- The present* European search 
reoon has been drawn uo tor those parts ot tAo European paocrtf aopdcax>on wnlcn fe*ato to me tnvonDons in 
rosjpect o( wnkn a*a/ci hove Deen pcJd, 

name ry claims? 

[^<j Man* of tne hjrtne# »o«scn Uoa Aaa been paid witnin ma Cxed Bme ImiUThe pmsent European search report 
has been drown uo lor those parts ot tne Eurooean paunt ippocsaoo which reiale to trio mvenooo nrst 
mentioned in one Claims, 

namely cojmsr S*f ~ £ y ^ — //*Y 



J 



European Patent 
Office 



EP 91108691.6 -8 



LACK OF UNITY OF INVENTION j 



Tho Sft««n O«v\sion ccr\a*Jeo aal ffi* 0r*»nt European wionr aoptieaoon 00 es no< acmpry w>m T<« rsqtwtmom of umty of 
invenoon and r eaten n MvwaJ mv^noonj or grouc* of lflv«nocvi». 



Claims 1-2, 13-15: Method for forming a trench isolation region 
provided with an oxide layer and filling 
said trench with polysilicon. Semiconductor 
device with trench isolation with a radius 
of a defined curvature. 



Claims 3-12: 



Method of forming different type of trenches. 



